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Abstract 

Polycarbonate moldings are dyed fast deep shades in aq. dispersions contg. disperse dyes and diailyl 
phchalace (I) [15 1-17-9], o-phenylphenol [90-43-7], or benzyl ale. [100-51-6]. Thus, 10 g of bisohennLA 
polvcarbonare. £4936-68-3] lenses were stirred 10 min in a 400 cm5 bath corns. Miketon Polyester Yejlow 
3GSL [103 1 9- 1 4-9] 0.006, Miketon Polyester Scarlet RR 1 12217-86-61 O.JU^Miketon Polyester. Blue FBL 
[60327-79-9] 0.064. 60% emulsion of i 0.8, and surfactant 0.4 g atj>2°. 


